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BASIC-ABSTRACT: 

To ammonium sulphate mother soln. finely pulverised powder or fine crystals of 
ammonium sulphate are added in amt. of 1-20% to crystallise the granules. 

ADVANTAGE - Large, round like rice-shaped granules can be obtd. stably even if 
the properties of the mother soln. are changed. 

In an example, 1-10% of (NH4)2S04 seed crystals crushe d to less than 30 mesh l*** c u 
pass through were added to a 0.3 m3 tank, kept at 45 de|fc, through which a 
mother soln. free of (NH4)2S04 crystals was circulated at 50-100 1/min.; 
resulting granules were taken out continuously to maintain concn. of granules 
at 25%. At 10% of the seed crystal concn. resulting granules had a rice-shape 
and particle size distribution of larger than 12 mesh = 39.0 (44.0)%, 12-16 
mesh = 38.4 (38.4)%, 16-20 mesh = 8.3 (6.6)%, 20-28 mesh = 9.8 (7.0)%, and 
smaller than 28 mesh = 4.5 (4.0)%. 
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